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AB The plastering mortar contains cement 100, fly 

ash 10-50, gypsum 2-24 (as S03), water 

-granulated slag 100-300, sulfonate 0.4-4 parts, and cellulose ether in an 
amt. (C) of (E-D/10 .ltoreq. C .ltoreq. (E + D/10, where E is the 
sulfonate content. Thus, a mortar contg. cement 100, 
fly ash 40, gypsum 10, water 

-granulated slag 150, Na lignosulf onate [8061-51-6] 0.75, and 
methylcellulose [9004-67-5] 0.06 part was coated on a concrete plate at 5 
mm thickness and cured. The coating had no cracking or efflorescence even 
after 3 mo. 
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